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Description 

[0001] The present invention relates to an aronnatic polyamlde film, in particularto an aromatic polyamlde film which 
is ideal for use as film for magnetic recording media and especially for high density magnetic recording media; and to 

5 a method for the production thereof; and to magnetic recording media in which they are utilised. 

[0002] Aromatic polyamlde film is being Investigated In various applications to utilise Its outstanding heat resistance 
and mechanical properties. In particular, para-oriented aromatic polyamlde is superior to other polymers in Its mechan- 
ical properties such as stiffness and strength, etc, so It Is extremely useful In producing thinner film, and applications 
such as printer ribbons, magnetic tape and capacitors, etc, are being considered. 

10 [0003] In recent years, along with the advance of digital recording technology and developments in computer external 
memory, etc, demands have increased for film suitable for thinner, higher recording density and highly durable magnetic 
recording media. That Is to say, as the magnetic layers for realising high output, great progress has been seen in the 
formation of ultra-thin coated type magnetic layers and in metal evaporated type magnetic layers where the magnetic 
layer is formed directly on the film, but the higher the perfomiance of the magnetic layer the greater the demand for 

IS the base film to attain high levels in tenns of smoothness, running properties and lack of defects. Again, as the per- 
formance of the magnetic layer is further raised, so the film processing conditions involve ever higher temperatures 
and speeds, etc, and the burden applied to the base film becomes ever larger 

[0004] However, there are the following problems in the case where aromatic polyamlde film is used. Firstly, if the 
surface is made smoother in order to raise the output characteristics, then, due to friction with the head, the magnetic 

20 layer tends to separate away and clogging of the head may occur due to the separated magnetic powder. Moreover, 
if surface roughening is carried out to improve the durability In this respect, then the output characteristics demanded 
of a high perfonnance magnetic recording medium are no longer obtained and the head may be damaged by the 
surface projections. Secondly, if the surface Is roughened to confer good running properties, transfer of such roughness 
to the magnetic layer may arise and loss of data by the magnetic recording medium may occur 

25 [0005] As examples where aromatic polyamlde film has been used in magnetic recording media applications hitherto, 
there is an example where the height of minute projections at the surface and the diameter and number of the projections 
are prescribed (J P-A-60- 127523), and an example where the height of minute projections at the surface, the average 
diameter, the flatness of the projections, the diameter and number of the projections, and the ovalness and roundness 
of the projections are prescribed (JP-A-61-246919). IHowever, by these methods it may not be possible to achieve the 

30 extremely high levels of both output characteristics and durability to meet the latest advances in magnetic reicording 
media. 

[0006] Again, JP-A-03-113B19 discloses a magnetic recording medium in which an undercoat layer Is provided on 
a non-magnetic support and there are present in this undercoat layer aggregated clumps. However, coarse projections 
are readily fomned by aggregated clumps and in some cases dropout becomes considerable. Moreover, by employing 

35 an undercoating stage, the productivity may be reduced. 

[0007] Furthemriore, JP-A-08-077554 discloses a magnetic recording medium where a ground layer Is provided on 
a non-magnetic substrate and the height and number of projections on this ground layer are prescribed. However, the 
regulation of the projection height is insufficient to achieve both the extremely high levels of output characteristics and 
durability to meet the latest advances in magnetic recording materials and, moreover, by employing a ground layer 

40 fomning stage the productivity may be reduced. 

[0008] EP-A-0778308 discloses an aromatic polyamlde film containing micropartlcles In an amount of from 0,001 to 
1 0wt% and so as to provide respective distribution diameters of projections having different ranges of heights as follows: 



45 



particle size range (nm) 


distribution density 


10 to 50 

270 to less than 540 
540 to less than 810 
810 or more 


102to107/mm2 
0 to 5/cm2 
Oto 2/10cm2 
0 to 0.5/1 00cm2 



50 

[0009] As a result of Intensive investigation into the causes of such problems, we have found that the height distri- 
bution of the projections at the surface of the aromatic polyamlde film plays a considerable part, and we have discovered 
that by the optimisation of the projection height distribution it is possible to establish extremely high levels of both output 
characteristics and durability. 

55 [0010] The present invention has the objective of offering aromatic polyamide film which, by utilising the heat resist- 
ance and high rigidity of aromatic polyamlde film, and, furthemriore, by specifying the height distribution of projections 
at the surface thereof, can provide high levels of both output characteristics and durability when used as the base film 
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for a magnetic recording medium; together with a method for the production of said film; and magnetic recording media 

in which the film is utilised. 

[001 1] Specifically, the present invention provides, according to one aspect, aromatic polyamlde film which is char- 
acterised in that on at least one face the number of projections of height at least 20nm but less than 50nm is from 1 0^ 
5 to 108 per mm2, and the number of projections of height at least 50nm but less than lOOnm Is from 0 to 3 x 10* per 
mm2 and (2) the three-dimensional surface roughness SRal at a measurement area of 0.002mm2 and the three- 
dimensional surface roughness SRa2 at a measurement area of 1 .Omm^ on the aforesaidface satisfy: 0.8 < SRa2/SRa1 
^2.5. 

[0012] According to another aspect, the invention provides a method of producing aromatic polyamide film from a 
10 solution obtained by adding to an aromatic polyamlde solution a particle-containing sluny fonmed by dispersing particles 
of particle diameter 10 to SOOnm in a liquid medium of 10 poise particles of particle diameter 10 to SOOnm in a liquid 
medium of 10 poise or less, in which the amount of said particles added in tenns of the aromatic polyamide is from 
0.005 to 4.5wt%, the relative standard deviation in the diameters of the said particles is no more than 0.8 and in which 
the initial filterabitity index Q1 of the said particle-containing slurry and the filterability index Q2 after the passage of 
15 500ml of liquid satisfy the following reaction, 

Q2/Q1 ^ 0.3. 

20 [0013] According to another aspect, the Invention provides a magnetic recording medium In which the above film is 

utilised. 

[0014] Preferred embodiments of the invention will now be described. 

[0015] The aromatic polyamide of the present invention is preferably one which contains at least 50mol%, and more 
preferably at least 70mol%, of repeating units represented by tiie following general fomnula (I) and/or general fonnula 
25 (II). 

<HN-Ari-NHC0-Ar2-C0> (I) 

30 

<HN-Ar3-CO> (II) 
[0016] As examples of Ar^, Ar2 and Ar3, there are the following 

35 
40 

^ , and X and Y are selected from -0-, -CHg-, -CO-, -SOg-, -S- and -C(CH3)2-, etc, but tiiere Is no restriction to these. 
Furthermore, some of the hydrogen atoms on these aromatic rings may be replaced by substituent groups such as 
halogen groups (in particular chlorine), nitro groups, to C3 alkyl groups (in particular methyl groups) and to C3 
alkoxy groups, and hydrogen atoms in the amide linkages from which the polymer is composed may also be replaced 
by other substituent groups. 

[0017] From the point of view of properties, polymer in which at least 50%, and preferably at least 75%, of the total 
aromatic rings are coupled at their para-positions is desirable for providing film of high stiffness and excellent heat 
resistance. Furthermore, when aromatic rings where some of tiie hydrogen atoms on the aromatic ring have been 
substituted by halogen groups (in particular chlorine) comprise at least 30% of the total aromatic rings, the moisture 
resistance Is enhanced and properties such as the dimensional variation or reduction in stiffness caused by moisture 
absorption are improved, so this is desirable. 

[0018] The aromatic polyamide of the present invention contains at least 50mol% of repeating units represented by 
general fonmula (I) and/or general formula (II) above, and, for the remaining < 50mol%, other repeating units may be 
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copolymerized or blended. 

[0019] Moreover, additives such as antioxidants may also be blended with the aromatic potyamide of the present 
invention, in an amount such that the properties of the film are not impaired. 

[0020] It is necessary that, on one surface (hereinafter referred to as the A-surface) of the aromatic polyamide film 
5 of the present invention, the number of projections of height at least 20nm but less than 50nm be from 1 0^ to 1 0^ per 
mm2 and that the number of projections of height at least 50nm but less than 1 0Onm be from 0 to 3 x 1 0^ per mm^ 
Here, the said number of projections of height at least 20nm but less than 50nm is necessary for providing a high level 
of both output characteristics and durability at the time of repeated running, and if this number Is less than 10^ per 
mm^ then, while the initial output is high, output falls during repeated running and problems may arise in terms of 
10 durability. Fu rther, if there are more than 1 0^ per mm^, the output characteristics may be lowered. Preferably the number 
Is from 1 0^ to 5 X 1 05 per mm^. Moreover, If there are more than projection of height at (east 50nm but less than 1 0Onm 
exceeds 3x10^ per mm^, then head scraping arises during running and there are problems in temis of durability. 
Preferably the number is no more than 2.5 x 10^ per mm^. Again, if there is a small amount of projections of height at 
least 50nm but less than 1 0Onm, friction is reduced at the time of the running of the film or magnetic recording medium, 
15 and durability enhanced, so It is further preferred that there be at least 0.3 x 1 0^ such projections per mm^. 

[0021] The method of production of the aromatic polyamide film relating to the present Invention is not restricted 
insofar as it relates to film of the invention, and can, for example, readily be undertaken by those skilled in the art based 
on the following pointers. 

[0022] In order to realise the aforesaid surface characteristics, partbles may be incorporated Into the aromatic potya- 
20 mide film of the present Invention. The particle diameter will be in the range from 1 0 to 300nm, more preferably from 
20 to 200nm and still more preferably from 25 to 1 0Onm and, as examples of the materials, there are particles comprising 
organic polymers such as for example crosslinked polystyrene, acrylic particles, polyester particles, polyimide particles, 
polyamide particles and fluoropolymer particles, and those comprising inorganic particles such as colloidal silica, tita- 
nlum,oxlde, aluminium oxide, zirconium oxide, calcium carbonate, carison black and zeolite. 
25 [0023] The amount Incorporated into the film will preferably lie in the range 0.005 to 4.5wt% and more preferably In 
the range 0.03 to 1 .2wt%, but this will vary with the specific gravity and size of the particles, and it Is necessary that 
there be incorporated an amount which provides the desired numbers of projections. 

[0024] In the aromatic polyamide film of the present invention unifonn projections are formed so that, in terms of the 
particle shape, spherical particles are preferred, and the use of particles of unifonn particle diameter is desirable. 

30 Specifically, the relative standard deviation o In the particle size distribution (defined as the standard deviation divided 
by the average particle diameter) is preferably such that a ^ 0.80, more preferably a ^ 0.30 and still more preferably 
^ 0.15. Where a is greater than 0.80, particle diameter uniformity is impaired and, furthermore, re-aggregation of the 
particles may occur in the particle slurry to be added to the aromatic polyamide solution or In the aromatic polyamide 
polymer solution, so that film of the present invention may not be obtained. 

35 [0025] With regard to the method for Incorporating said particles Into the film. It Is desirable firstly that they be mixed 
and dispersed beforehand in the fomn of a slurry in a liquid medium of no more than 1 Pa.S. (10 poise), for example 
an organic solvent, inorganic solvent or organic solution of organic polymer, which does not dissolve the particles. The 
type of organic polymer here is not especially restricted but, from the point of view of affinity with the aromatic polyamide 
and the heat resistance required at the time of the film production, it is desirable that it be the same or a different 

40 aromatic polyamide, or an aromatic polyimide. Furthemiore, the concentration of the organic polymer In the slurry is 
not especially restricted but, in terms of raising the mixing efficiency when adding the particle slurry to the aromatic 
polyamide solution, a concentration of from 0.001 to 10wt% is preferred and from 0.01 to 3.5wt% still more preferred, . 
The method of dispersion can be a means such as ultrasonic dispersion, media dispersion or high pressure homoge- 
nizer dispersion, but unless thorough dispersion is carried out, aggregated particles may be produced and the ranges 

45 in the present Invention exceeded. Furthemiore, filtering the particle slurry after the dispersion, with a filter of filtration 
precision O.Sjim or better, more preferably O.Bfon or better and still more preferably 0.3jim or better, Is effective In temris 
of forming unifonn projections. 

[0026] Moreover, it is desirable that the initial filterabllity index Q1 of the particle slurry and the filterability index Q2 
following the passage of 500ml of the particle slurry satisfy the relation Q2/Q1 ^ 0.3. Here, the filterability index is the 
50 flow rate of the particle slunry passing through a glass fibre filter of filtration precision O.S^m (e.g. GC-50 made by 
ADVANTEC (Co.)) per unit time under a head pressure of 490 to 1470Pa, and is defined by the following relation. 



fllterabilitv index = ^"^^o""^ particle slurry liquid passing through the filter (ml) 
^ cross-sectional area of fitter material (cm2) x time (min) 

55 

[0027] The initial filterability Index Q1 denotes the filterability index directly after the commencement of filtration and 
is the average value over the five minute period from the commencement of filtering. Further, Q2 is the average value 
over the five minute period following the passage of 500ml of the partble slunry through said filter. The filterability Index 
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ratio denoted by Q2/Q1 is influenced by the variation in the particle diameter, the particle dispersion properties prior 
to filtering, the affinity of the solvent for the particles, and the surface potential of the particles, etc, but if Q2/Q1 ^ 0.3, 
the particles have excellent dispersion properties in the particle sluny or in the aromatic polyamide polymer solution, 
so the film of the present invention can be ideally obtained. More preferably, Q2/Q1 ^ 0.5 and still more preferably 

5 Q2/Q1 ^ 0.8. If Q2/Q1 is less than 0.3, then even if filtering of the particle slurry Is carried out with a filter of the desired 
filtration precision, particle aggregation will readily occur in the particle slurry after filtering or in the aromatic polyamide 
polymer solution, or at the time of the film fonnation, and the film of the present invention may not be obtained. 
[0028] In the aromatic polyamide film of the present invention, as a means for fomriing still more unifomi projections, 
it is effective to employ particles which have been modified by subjecting the aforesaid organic polymer particles or 

10 Inorganic particles to a surface treatment with an organic polymer, e.g. by the coating or adsorption of an organic 
polymer. The surface treatment need not only be with an organic polymer, and may also be with low molecular weight 
material, but the type of organic polymer fomied as a result should be suitably selected according to the particles and 
the solvent employed for the polymer, etc. Examples are polyester, acrylic, acrylate, polyvinyl pyrrolidone, polyvinyl 
alcohol and polyethylene glycol. As an example of one method of modifying the particles with organic polymer, the 

IS surface of the particles can be modified with organic polymer by slowly adding to the particle dispersion medium organic 
polymer dissolved in the dispersion medium in the same way, and then reacting for from 30 minutes to 3 hours at 20*C 
to 200*»C, preferably at SO^C to 160°C. 

[0029] If particles are used which have been prepared by such a method, aggregation of the particles is suppressed 
in the film production process, so the surface projections obtained are more uniform and the number thereof Is In- 
20 creased, and therefore It Is possible to produce film which, when made Into a magnetic recording medium, is outstanding 
in its output characteristics, durability and lack of susceptibility to heat. Moreover, because coarse projections are 
reduced, it is also possible to reduce dropout. 

[0030] With regard to the method for Incorporating the particles into the film. It is desirable firstly that they be mixed 
and dispersed beforehand in the form of a slurry in an organic solvent, inorganic solvent or aromatic polyamide solution 

25 of no more than 10 poise, which does not dissolve the particles. The method of dispersion can be a means such as 
ultrasonic dispersion, media dispersion or high pressure homogenizer dispersion, etc, but unless thorough dispersion 
is carried out, aggregated particles may be produced and the ranges in the present invention exceeded. Furthemiore, 
filtering the particle slurry after dispersion with a filter of filtration precision O.Bum or better and more preferably 0.6nm 
or better is effective in ternis of forming unifonn projections. Again, with regard to the point of addition, the addition 

30 may be carried out prior to the polymerization, during the polymerization or after the polymerization. 

[0031] If the number of projections of height at least 5 nm but less than 20nm on the A-surface of the aromatic 
polyamide film of the present invention Is at least 5 x 1 0^ per mm^ then, in particular in the case of a vapour-deposited 
type magnetic recording medium, it is possible to suppress the occurrence of so-called heat susceptibility, I.e. dimen- 
sional changes caused by heating, due to a reduction in the contact area on the cooling can, so this is desired. Pref- 

35 erably, there Is present at least 1 0^ per mm^ and more preferably 1 0^ per mm^. 

[0032] The following methods may be cited for achieving the aforesaid surface properties. As a first method, there 
is the method of incorporating particles of small particle diameter, namely of particle diameter 5 to 50nm and more 
preferably 5 to 20nm, along with the particles described above. The type of said particles may be the same as or 
different to those described above, and just as in the case of the aforesaid particles they can be added to an organic 

40 soh/ent, Inorganic solvent or aromatic polyamide solution and, following dispersion and filtering, then added to the 
polymer solution. Moreover, in the same way as above, it is preferred that modification of the particle surface be carried 
out with a suitable organic polymer. As a second method, the particles are added to an organic solvent such as N- 
methyl-2-pyrrolidone or dimethylacetamide, to an aqueous solution of a water-soluble polymer such as methyl cellulose, 
or to a solution comprising aromatic polyamide/organic solvent, etc, after which filtering and dispersion are carried out, 

45 and then the slurry obtained thinly applied to the film, and dried, to fomi a particle layer on the film surface. The particle 
concentration in the sluny and the amount applied can be suitably selected according to the diameter of the particles 
and the specific gravity, etc, but in general the particle concentration is selected from within the range 2 to 20wt% and 
the amount applied from within the range 0.1 to 3g/m2. Furthermore, the thickness of the particle layer is preferably 
from 1 to 50nm and more preferably from 3 to 15nm. The time of application of the slurry may be at any time, such as 

50 after extrusion from the die, after the drying stage, after the wet stage or after the film fomiatlon. 

[0033] It is necessary that the face of the film of the present invention at the side which is provided with the magnetic 
layer be highly defect-free. That Is to say, at the A-surface of said film it is prefen-ed that the number of coarse projections 
(A; number per 1 0Ocm^y of height h (nm) satisfy the following relationships. 
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h^270 


A<100 




h >540 


A<70 




h>810 


A<15 



5 
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(continued) 



h>1080 



A<5 



more preferably 





ha 270 


A<30 




h>540 


A< 10 


10 


h>810 


A<5 


h>1080 


A<2 


and still more preferably 






15 


hS270 


A<16 




h>540 


A<5 




h >810 


A< 1 




h > 1080 


A-0 



[0034] With regard to the latest high density magnetic recording media typified by digital tape for data storage, at 
film faces with numerous defects, i.e. where the number of coarse projections exceeds these ranges, dropout, which 
is one of the electromagnetic conversion characteristics, is considerable and so It Is absolutely Impossible to use the 
film In the applications of the present invention. In order to satisfy the above relationships, it Is preferred that coarse 
foreign matter present in the polymer be eliminated by passing the film>fomiing solution through a filter with a specified 
filtration precision. Here, the filtration precision Is defined as the particle diameter of the particles when exactly 95% 
thereof are captured on the filter, when particles dispersed in polymer or solvent, etc, are passed through a filter. 
Naturally, the smaller the value of the filtration precision, the smaller the size of the foreign matterthat can be eliminated. 
The filtration precision of the filter in the present invention Is 6000nm or better, preferably SOOOnm or better and more 
preferably SOOOnm or better. Furthemrtore, for the putposes of realising a defect-free surface, there is also the method 
of employing clean polymer by canying out filtration at the polymer raw material stages, I.e. the polymer starting ma- 
terials and additives, etc. 

[0035] Now. it Is further preferred that the aforesaid number of coarse projections be satisfactory too on the surface 
on the other side (hereinafter referred to as the B-surfaci3). 

[0036] For aromatic polyamide film of the present Invention, it is preferred that the three-dimensional surface rough- 
ness SRal at a measurement area of 0.002mm2 on the A-surface and the three-dimensional surface roughness SRa2 
at a measurement area of 1 .Omm^ satisfy the following relationship. 



40 



45 



0.8 g SRa2/SRa1 ^ 2. 5 

[0037] Where the ratio SRa2/SRa1 exceeds 2.5. rising and falling undulations are produced in the film surface and, 
when the film is used for magnetic tape, there is unstable head contact, and a lowering of output and data loss, etc, 
may arise. On the other hand, If SRa2/SRa1 is less than 0.8, there may occur a lowering of the running properties of 
the magnetic tape and, when wound in a roll shape, blocking may occur. SRa2/SRa1 preferably lies within the following 
range. 



1.1 ^SRa2^SRa1 ^ 1.8 



50 



55 



[0038] Now, it is further preferred that the range of SRa2/SRa1 also be satisfied in the case of the B-surface. 
[0039] The following methods, for example, are effective for controlling SRa2/SRa1 to within the aforesaid range. In 
the film production process, there Is the method of subjecting the roll face which contacts the film following separation 
from the endless belt, etc, to mirror surface polishing; the method of keeping the temperature in the solvent extraction 
stage within the range, for example, -1 0 to SO^'C, so as to prevent the film soh^ent extraction or drying from occurring 
very rapidly; the method of keeping the polymer concentration in the film at the time of separation from the endless 
belt at 30 to 70wt%; the method of preheating the film to a temperature of 50 to 100*C In the stage prior to carrying 
out stenter drying and heat treatment; or combinations of the aforesaid methods. 
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[0040] The aromatic polyamide film of the present invention may be produced as a simple film or it may be a laminate 
film. In the case of a laminate film, it is necessary that the film of the present invention be provided as the outermost 
layer on at least one face. For example, in the case where It is fomned from two layers, ideally the layer of film of the 
present invention (hereinafter referred to as the A-layer) is the surface on which the magnetic layer is formed, while 

5 the other layer (hereinafter referred to as the B-layer) is the running surface. In such circumstances, in a preferred 
practical embodiment, the particles in the B-layer are of greater diameter than the particles in the A-layer so as to 
enhance the running properties of the film. Furthemiore, in the case of three or more layers, the same applies. A l<nown 
method can be used for the method of lamination thereof, for example the method of laminating within the die, the 
method of laminating in a feed biocic, or the method of forming one layer and then fomning another layer thereon. 

io Furthemiore, the film may also be a laminate film fomied by first extruding from a die, after which there is applied a 
solution containing particles. 

[0041 ] It Is preferred that the tensile Young's modulus of the aromatic film of the present invention be at least 9.8GPa 
in at least one direction. The output of a magnetic tape is raised along with enhanced head contact between the tape 
and head but, as a result, a high Young's modulus is demanded of the substrate film. Where the recording method is 

*5 a fixed head system, the lengthwise Young's modulus Is of particular importance, while where it is a helical scan system, 
the widthwise Young's modulus is of particular importance, and if the value is less than 9.8GPa in both such substrate 
film directions then whichever recording system is employed a high output is not obtained. Now, the Young's modulus 
of the aromatic polyamide film of the present invention is preferably at least 11.7GPa and more preferably at least 
12.7GPa in at least one direction. It goes without saying that it is preferred that the Young's modulus in ail directions 

20 beatleast9.8GPa. 

[0042] The aromatic polyamide film of the present invention can be used advantageously in various applications 
such as flexible printed substrates, capacitors, printer ribbons, acoustic vibrators and the base film of solar cells but, 
when employed as a magnetic recording medium with a magnetic layer provided on at least one face, the beneficial 
effects of the aromatic film of the present invention in combining high output, high durability and lack of defects are 

25 fully manifested and so this is especially preferred. 

[0043] The form of the magnetic recording media of the present invention may be that of a disc, card or tape, etc, 
and is not particularly restricted but in order to meet a reduction in thickness while making full use of the outstanding 
surface properties and high Young's modulus of the aromatic polyamide film of the present invention, It is possible for 
the outstanding effects of regulating the surface fomn and having a high stiffness to be manifested all the more when 

30 producing high density magnetk: tape of long length where the thickness of the substrate comprising aromatic polya- 
mide film is no more than 6.5\im, the width is 2.3 to 9.0mm, the length is at least 100m per reel, and the recording 
density as a magnetic recording medium (when not compressed) is at least 8 kilobyte per mm2, so this is especially 
prefen-ed. Here, recording density is the value of the recording capacity of the magnetic recording medium as a whole 
divided by the area of the magnetic face, in recent years, there has been a strong demand to make magnetic recording 

35 media typified by magnetic tape ever more compact and of higher capacity, and in terms of achieving Increased capacity, 
there are the following means. One Is the method of enhancing the recording capacity as a whole by reducing the 
thickness of the substrate and increasing the length, and another is the method of increasing the recording capacity 
per unit area by narrowing the track pitch and shortening the wavelength of the recording wavelength. In general, these 
tend to be jointly employed. Where the thickness of the substrate is reduced, it is of course necessary that the stiffness 

40 of the substrate be high, but compared to when the substrate is thick the contribution of the substrate surface in terms 
of the head contact and, consequently, the electromagnetic conversion characteristics, becomes considerable. That 
is to say, where the tape is thick, high values of mnnlng tension and head contact pressure can be set, so it is possible 
to achieve stable contact with the head even without the substrate surface being regulated, whereas in the case of 
tape of reduced thickness, the running tension and the head contact pressure have to be iowered and, consequently, 

45 if the substrate surface is not regulated as in the present invention, the close contact with the head and the running 
properties are uneven and unstable, so that deviation from the track position or signal loss tend to occur. Furthemiore, 
due to demand for higher speed data transfer rates, there is a trend for the relative speed of the head and track to 
become higher than hitherto, but the aromatic polyamide film of the present Invention, where the projection height and 
number are controlled within specified ranges, is also extremely effective in ensuring than more frictional heat than is 

50 necessary is not generated by such trends. Thus, as stated above, with the aromatic polyamide film of the present 
invention it is possible to produce magnetic tape which can meet such demands for higher capacities. The thickness 
of the substrate is preferably no more than 4. 5^m and more preferably no more than 3.5p.m, and the recording density 
as a magnetic recording medium Is preferably at least 15 kilobyte per mm^ more preferably at least 25 kilobyte per 
mm^ and still more preferably at least 34 kilobyte per mm^. 

55 [0044] Furthemnore, the magnetic recording media of the present invention can be used advantageously for con- 
sumer use, professional use, D-1 , D-2, D-3 and other such broadcast station use, digital video cassettes, DDS-2, 3, 
4, data 8mm, QIC and other such data storage applications, but it is ideally employed in data storage applications 
where reliability in terms of data loss Is most important 
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[0045] Any method of forming the magnetic layer can be used, such as a coating method whereby iron oxide, nrietal 
powder or other such magnetic powder is mixed with a thenmosetting, themioplastic or radiation beam setting binder, 
etc, and then application thereof and drying canied out, or a dry method of forming a magnetic metal thin film layer of 
Ni, Co, Cr, Fe, Y-Fe203 or other such metal or alloy thereof directly on the substrate film by vapour deposition, sputtering 
5 or ion plating, etc, but in cases where a dry method is employed the outstanding surface properties of the film of the 
present invention are all the more manifested, so this is prefen-ed. In cases where a dry method is used, there may be 
formed a protective coating such as a diamond-like coating with the objective of enhancing the durability of the magnetic 
recording medium obtained all the more and of conferring sliding properties. 

[0046] Furthermore, regarding the magnetisation system, either horizontal magnetisation or vertical magnetisation 
10 can be employed, and the film can also be appropriately used for optical recording tape. 

[0047] Next, the production method of the present invention will be explained but there is to be no restriction thereto. 
[0048] Firstly, where the aromatic potyamide is obtained from acid chloride and diamine, synthesis is conducted in 
an aprotic organic polar solvent such as N-methylpyn-olidone (NMP), dimethylacetamide (DMAc) ordimethylfomriamlde 
(DMF), by solution polymerization, or by interfacial polymerization using an aqueous medium, etc. Where acid chloride 
15 and diamine are used as monomer, hydrogen chloride is produced as a by-product in the polymer solution, and where 
this is to be neutralised, there is used an inorganic neutralising agent such as calcium hydroxide, calcium carbonate 
or lithium carisonate, or alternatively an organic neutralising agent such as ethylene oxide, propylene oxide, ammonia, 
triethylamlne, triethanolamine or diethanolamine. Furthennore, reaction between isocyanate and cart^oxylic acid is 
carried out in the presence of a catalyst in a non-protic organic polar solvent. 
20 [0049] These polymer solutions may be used directly as the fllm-fonnlng stock solution or the polymer may be tem- 
porarily isolated and then redissolved in an aforesaid organic solvent or in an Inorganic solvent such as sulphuric acid, 
to prepare the film-forming stock solution. 

[0050] The intrinsic viscosity of the polymer (the value measured at 30**C, using 1 00m! of a solution of O.Sg of polymer 
in sulphuric acid) is preferably at least 0.5 to obtain the aromatic polyamide film of the present invention. 
25 [0051] As a solubilizer, an inorganic salt such as calcium chloride, magnesium chloride, lithium chloride or lithium 
nitrate may also be added to the f ilm*fonming stock solution. The concentration of the polymer in the film-fomiing stock 
solution is preferably about 2 to 40wt%. 

[0052] With regard to the method of adding the particles, there is the method of thoroughly slurrying the particles 
beforehand in solvent, after which this is used as polymerization solvent or as a diluent solvent, and also the method 

30 of direct addition of the particles following the preparation of the film-fomning stock solution. 

[0053] The f ilm-fonming stock solution prepared as described above is filtered by means of a filter of filtration precision 
6000nm or better, after which the solution is converted into film by a so-called solution casting process. Solution casting 
processes Include dry/wet, dry and wet processes, etc. In the case where the film is produced by a wet process, the 
film-fonning stock solution is first filtered, after which it is either directly extruded from a die into a fitm-fonning bath, or 

35 it Is first extruded onto a support such as a drum or belt, etc, and then introduced into a wet bath along with the support. 
This wet bath generally comprises an aqueous medium and, along with the water, may contain organic or inorganic 
solvents or inorganic salts, etc. The temperature of the bath is nomially from 0 to 100**C, and extraction of the salts 
and solvent contained in the film is conducted by the passage through the bath. Here, when the film is led into the 
bath, it does not yet have sufficient surface hardness so, if there are contaminants in the bath medium, these will adhere 

40 to the film surface and impair the surface properties. Thus, the medium employed in the bath needs to be first passed 
through a filter of filtration precision 6000nm or better, preferably SOOOnm or better and still more preferably 3000nm 
or better. The time of passage through the entire bath is from 1 0 seconds to 30 minutes but will depend on the film 
thickness. Furthemiore, where required, stretching is carried out In the film lengthwise direction. Next, drying and heat 
treatment are carried out, and generally speaking it is desirable that these treatments be conducted at 200 to SOO^'C 

45 for a total of 1 second to 30 minutes. Where required, stretching in the transverse direction is carried out at this stage. 
[0054] In the case where tiie film production is carried out by a dry/wet process, the stock solution is extruded from 
the die onto a support such as an endless belt, to fomri a thin film and then drying is carried out by driving off the solvent 
from this thin film layer, until the thin film possesses self-sustainability. The drying conditions comprise up to 60 minutes 
at from room temperature to 220''C, preferably from room temperature to 200''C. Furthemiore, by controlling the fre- 

50 quency of surface defects on the drum or endless belt used in this drying process, it Is possible to control the surface 
properties of the B-surface. Preferably, the frequency of surface defects of diameter at least 30^m is from 0.001 to 
0.02 per mm^, and more preferably from 0.002 to 0.01 5 per mm^. The film following the end of this dry stage is separated 
from the support and then introduced into the wet stage and, in the same way as in a wet process above, removal of 
the solvent and salts is earned out. Furthennore, stretching, drying and heat treatment are carried out, to fonn the film. 

55 [0055] In the case where a procedure based on a dry process is used, the drying is performed on a drum or endless 
belt, etc, then a self-sustaining film separated from the support and stretching in the film lengthwise direction carried 
out. Furthennore, drying to eliminate residual solvent, and stretching and heat treatment are carried out. These treat- 
ments are preferably conducted at 200 to SOO^'C, for from 1 second to 30 minutes, but it is more preferred that they be 
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carried out below the heat resistance temperature of the organic particles. 

[0056] The film formed as described above is subjected to stretching during the film production process so that the 
mechanical properties and thermal properties lie within the range of the present invention. The stretch ratio is preferably 
within the range 0.8 to 8.0 (the stretch ratio Is defined as the value of the film area after stretching divided by the film 
5 area before stretching) and more preferably from 1 .1 to 5.0. 

[0057] The values of the properties described in relation to this Invention are based on the following methods of 
measurement and evaluation criteria. 



(1) Projection height and number 

10 

[0058] Using an electron microscope, an image of the surface of the film obtained following shadowing (angle = 5° ) 
was observed. From the length of the shadow, the projection height was obtained, and the number of projections was 
counted. The same procedure was carried out for 1 0 fields of view and the average of these was taken as the number 
of projections. The measurement conditions were as follows. 



15 





• device 


scanning electron microscope (S-900H made by Hitachi Ltd.) 


20 


• magnification 


5000 times (in the case of the number of projections of height at least 20nm but less than 
50 nm, and also In the case of the number of projections of height at least 50nm but less 
than 100 nm) 


25 




30000 times (In the case of the number of projections of height at least 5nm but less than 
20nm) 

However, depending on the number of projections, in both cases observation may be 
perfomned at still higher magnification. 


30 


• acceleration voltage 


5kV 


• sample preparation 


direct method, Ag shadowing angle of Inclination 5*^ 



(2) Three dimensional surface roughness 



[0059] Measurement was carried out using a micro-form measurement instrument ET-30HK made by Kosaka Sei- 
sakusho (Co.). As a detector there was used an optical probe (HIPOSS, commercial name), and measurement was 
carried out after the deposition of aluminium vapour onto the film surface under vacuum. The measurement conditions 
were as follows. 

(i) SRa1 (measurement area 0.002mm2) 



• measurement length in the lengthwise direction 0,02mm 

• measurement length In the widthwise direction 0.1 0mm 

• cut off value 0.08mm 

(i) SRa2 (measurement area I.Omm^) 

• measurement length in the lengthwise direction 0.50mm 

• measurement length in the widthwise direction 2.00mm 

• cut off value 0.08mm 



(3) Coarse projection count 

Observation was made with a stereo-microscope, under polarized light, over a film surface range of at least 
50cm2, and coarse projections such as foreign matter, etc, were marked. The projection height was detemilned 
by the multiple interference method, and the number detennlned was converted to a number per 1 00cm?. 



(4) Tensile Young's modulus 
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Film was cut to width 1 0 mm and length 150mm, and stretching earned out using an Instron type tensile testing 
machine based on a chuck separation of 1 00mm and under conditions comprising an extension rate of 300mm 
per minute, a chart speed of 500mm per minute, a temperature of 23°C and a relative humidity of 65%. The tensile 
Young's modulus was detemnined from the tangent at the place where the load-extension curve obtained rose up. 

5 

(5) Average particle diameter of the particles present In the film 

The particles were obsen/ed using an electron microscope, and the image of the particles (dark/light produced 
by the particles) was linked to an image analyser (e.g. QTM900 made by Cambridge Instiximental). Then, the 
following numerrcal treatment was carried out for at (east 5000 partrcles, with the obsen/ation location being varied. 
'0 The numerical average diameter D determined In this way was taken as the average particle diameter. 



D = £Di/N 



IS Here, Di is the circular equivalent diameter of the particle and N is the number of particles. 

(6) Relative standard deviation of the particles present in,the film This was expressed by the value o/D obtained 
by dividing the standard deviation o ( = {£(01 - D)2/N}), calculated from the particle diameter Di measured by the 
method in (4) above, the average particle diameter D and the total number of particles N, by the average particle 
20 diameter D. 

(?) Particle content in the film 

The film was dissolved In a solvent selected so as not to dissolve the particles, after which the particles were 
collected by centrrfuging and then the proportion (weight percentage) of the particles in temns of the total weight 
25 was taken as the particle content. In some cases, it is effective to Jointly employ an infrared spectral method. 

(8) Output characteristic (initial output characteristic) 

Film on which a magnetic layer had been fonned was slit to a width of 6.35mm and length of 150m, and 
incorporated into a cassette, after which recording of a 6.5MHz sine wave was carried out at the optimum recording 
30 cuTent. The initial output characterlstk: was expressed by the difference in the play-back output compared to a 
standard tape. 

(9) Durability 

The tap'e cassette obtained in (8) above was played 1 00 times under atmospheric conditions of 40*^0 and 80% 
35 relative humidity, then the output characteristic measured, and evaluation perfomied based on the following stand- 
ards. 

Q difference from initial output characteristic less than 1 dB 
A: difference from initial output characteristic at least 1 dB but less than 3dB 
^ X: difference from initial output characteristic at least 3 dB 

(1 0) Assessment of heat susceptibility 

With regard to the heat susceptibility, electron beam vapour deposition of a 0.2nm thickness Co-0 coating 
was carried out in a 2 x 10'^ Pa vacuum, along a cooling can at •lO'^C, and then 10m of the film observed in its 
^ lengthwise direction. Assessment was made by the extent of distortions, i.e. swellings or depressions, etc, caused 
by the heat. 

• absolutely no distortions after coating @ 

so • from 1 to 5 local distortions (swellings, depressions) O 

• from 6 to 10 local distortions (swellings, depressions) A 

• more than 1 0 local distortions (as well as swellings and depressions, holes caused by the heat) x 



55 



(11) Measurement of drop-out 

By means of a video deck, the tape cassette obtained in (8) above was subjected to the recording of a 4.4 
MHz signal and then the tape played back. Using a drop-out counter made by Ohkura Industry (Co.) the number 
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of drop-outs at 1 5^sec-20dB was measured over 20 minutes, and the number of drop-outs per 1 minute (NoVmin) 
calculated. 

[0060] Next, embodiments of the invention are explained in more detail with reference to the following Examples. 

5 

Example 1 

[0061] As the aromatic diamine component, an amount of 2-chloro-p-phenylenediamine corresponding to 80mol% 
and an amount of 4,4-diaminodiphenyl ether corresponding to 20mol% were dissolved in N-methyl-2-pyrrolidone 
10 (NMP), and then to this there was added an amount of 2-chloro-terephthaloyl chloride corresponding to 1 00mol%, and 
stirring carried out for 2 hours to complete the polymerization. Neutralization was perfonned with lithium hydroxide, 
and there was obtained an aromatic polyamide solution of polymer concentration 10wt% and viscosity 3000 poise. 

(Preparation of the polymer solution for the A-layer) 

15 

[0062] Spherical silica of average particle diameter 50nm and having a particle diameter distribution of relative stand- 
ard deviation 0.12 was subjected to 24 hours ultrasonic dispersion in NMP, after which filtration was carried out using, 
In turn, filters of filtration precision 1 .Ofim, 0,S\im and 0.3^ m. The filterability index ratio Q2/Q1 of this particle sluny 
was 0.92. Silica slunry obtained in this way was added to the aromatic polyamide solution to give 0.3wt% in tenns of 
20 the polymer, and then thorough stirring carried out to produce the polymer solution for the A-layer. 

(Preparation of the polymer solution for the B-layer) 

[0063] Silica of average particle diameter 150nm and having a particle diameter distribution of relative standard 
2S deviation 0.20 was subjected to 24 hours ultrasonic dispersion In NMP, after which filtration was canied out using, in 
turn, filters of filtration precision 1 .2nm and O.S^im. The filterability index ratio Q2/Q1 of this particle sluny was 0.87. 
Silica sluny obtained in this way was added to the aromatic polyamide solution to give 1 .2wt% in terms of the polymer, 
and then thorough stirring can'ied out to produce the polymer solution for the B-layer. 

[0064] The polymer solutions for the A-layer and the B-layer were respectively passed through filters of filtration 

30 precision 1 0OOnm and SOOOnm, after which they were combined using a layered tube, with the B-layer in contact with 
the support and such that the final film layer thicknesses were A-layer/B-layer = 2.0/1 .Sjim, and then cast onto an 
endless belt having a frequency of surface defects of diameter SO^m or more of 0.005 per mm^. The solvent was 
evaporated off by heating for 2 minutes with a hot draught at 1 SC^C, and a self-sustaining film was continuously sep- 
arated from the belt. Next, this film was led into a water bath at 40''C which had been filtered with a filter of filtration 

35 precision 4000nm, and residual solvent plus the inorganic salts produced by the neutralization extracted by means of 
the water. After firstly carrying out 30 seconds preliminary drying at 80'C on a stenter, drying of the moisture and heat 
treatment were conducted and an aromatic polyamide film of thickness 3.6p,m obtained. During this time, drawing of 
the film in its lengthwise and widthwise directions was earned out by factors of 1 .16 and 1 .43 respectively, and after 
conducting drying and heat-treatment for 1 .5 minutes at 280''C, slow cooling was conducted at 20°C per second and 

40 the aromatic polyamide fiim obtained. 

[0065] On the A-surface of this film, the number of projections of height at least 20nm but less than 50nm was 2.1 
1 X 105 per mm2, the number of projections of height at least 50nm but less than 1 0Onm was 1 .2 x 1 0^ per mm^, and 
the number of projections of height at least 5nm but less than 20nm was 8.6 x 1 0* per mm^. Furthemiore, the number 
of coarse projections of h ^ 270nm, h > 540nm, h > 81 Onm and h > 1 080nm was 8, 1 , 0 and 0 per 1 00cm2 respectively, 

45 while SRa2/SRa1 was 1.16, and the tensile Young's modulus in the lengthwise and widthwise directions was 1 2.0 GPa 
and 1 6.7GPa respectively. 

[0066] Inside a 2 x 1 0*3 Pa vacuum chamber, Co was evaporated onto this film by means of an electronic gun heater, 
while introducing oxygen, and on the film A-slde surface there was continuously formed a Co-0 coating of thickness 
200nm, to produce a magnetic layer. Next, by means of a DC magnetron sputtering method, there was fomied a carbon 
so protective coating of thickness 15nm and then, by slitting the film, magnetic tape was obtained. 

[0067] The characteristics of this magnetic tape were extremely outstanding; namely, output = -t-l .7dB, durability = 
O, heat susceptibility = O, dropout = 0.3 per min, and the overall evaluation was@ . 

Example 2 

55 

[0068] Polymer solutions for the A and B layers were prepared in the same way as in Example 1 , except that addition 
was made to the A-layer polymer solution to give a silica concentration of 0.03wt% in terms of the polymer. These 
solutions were then cast In the same way as in Example 1 and drying carried out on the belt. 
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[0069] At the same time, a slurry of spherical silica of average particle diameter 1 6nm and relative standard deviation 
0.15, which had been subjected to 24 hours ultrasonic dispersion in NMP, was added to an NMP solution of aromatic 
polyamide polymer obtained by reprecipltation, such that the silica concentration was 7.5wt% and the aromatic polya- 
mide polymer concentration was 2.2wt%, and filtering carried out with fitters of filtration precision 1 .O^m, 0.6^m and 
5 O.S^im. 

[0070] To the gel film, of polymer concentration 40wt%, separated from the belt, there was applied the aforesaid 
silica/polymer slun7 by means of a metalling bar such that the layer thickness was 15nm, and thereafter film production 
was conducted in the same way as in Example 1 and an aromatic polyamide film of thickness 3.%im obtained. 
[0071] On the A-surface of this film, the number of projections of height at least 20nm but less than 50nm was 1 .5 

10 X 10* per mnr^2, the number of projections of height at least 50nm but less than lOOnm was 2.0 x 10^ per mm^ and 
the number of projections of height at least 5nm but less than 20nm was 1 .3 x 1 0^ per mm2. Furthermore, the number 
of coarse projections of h > 270nm, h > 540nm, h > 81 Onm and h > 1 0SOnm was 1 0, 1 , 0 and 0 per 1 0Ocm^ respectively, 
while SRa2/S Ra1 was 1.12, and the tensile Young's modulus In the lengthwise and widthwise directions was 1 2.0 GPa 
and 16.7GPa respectively. 

f5 [0072] Using this film, magnetic tape was produced in the same way as in Example 1 . 

[0073] The characteristics of this magnetic tape were extremely outstanding; namely, output = +2.5dB. durability = 
O, heat susceptibility =® , dropout = 0.1 per min, and the overall evaluation was® . 

Example 3 

20 

[0074] Polymer solutions for the A and B layers were prepared in the same way as in Example 2. As polymer for 
providing an outennost layer (hereinafter referred to as the C-Iayer), there was added to particle-free polymer a slurry 
of spherical silica of average particle diameter 25nm, relative standard deviation 0.15 and filterability index ratio Q2/Q1 
= 0.94, fonned by ultrasonic dispersion for 24 hours in NMP, so as to prepare a C-layer polymer solution of particle 

25 concentration 8.0wt%, polymer concentration 9. 3wt% and viscosity 2800 poise. 

[0075] The A-layer, B-layer and C-layer polymer solutions were respectively passed though filters of filtration preci- 
sion lOOOnm, 5000nm and lOOOnm, after which they were combined using a layered tube such that the B-layer was 
in contact with the support, and the C-layer formed the outer layer on the opposite side from the B-layer and, further- 
more, so that the final film layer thicknesses were B-layer/A-layer/C-layer = 1 .6/1 .8/ 0.2pjn, after which film production 

30 was carried out In the same way as In Example 1 and film obtained. 

[0076] On the A-surface of this film, the number of projections of height at least 20nm but less than 50nm was 1 . 8 
x 10* per mm2, the number of projections of height at least 50nm but less than lOOnm was 1 .0 x 10^ per mm^ and 
the number of projections of height at least 5nm but less than 20nm was 9. 1 x 1 0^ per mm^. Furthennore, the number 
of coarse projections of h s 270nm, h > 540nm, h > 81 Onm and h > 1 080nm was 1 3, 2, 0 and 0 per 1 00cm2 respectively, 

35 while SRa2/SRa1 was 1.10. and the tensile Young's modulus In the lengthwise and widthwise directions was 1 2.0 GPa 
and 1 6.7GPa respectively. 

[0077] Using this film, magnefic tape was produced in the same way as in Example 1 . 

[0078] The characteristics of this magnetic tape were extremely outstanding; namely, output = +2. 2dB, durability = 
O, heat susceptibility =® , dropout = 0.3 per min, and the overall evaluation was® . 

40 

Example 4 (Comparative) 

[0079] Using the polymer of Example I, after casting on a belt in the same way, drying was carried out for 1 .5 min utes 
at a temperature of 120**C and then, together with the belt, the polymer was introduced into a water bath at 40*C. 
45 Thereafter, film production was carried out in the same way as in Example 1 and aromatfc polyamide film of thickness 
3.6^m obtained. 

[0080] On the A-surface of this film, the number of projections of height at least 20nm but less than 50nm was 5.5 
X 105 per mm2 the number of projections of height at least 50nm but less than 100nm was 2.4 x 10^ per mm^ and 
the number of projections of height at least 5nm but less than 20nm was 1 .5 x 1 0^ per mm^. Furthennore, the number 
50 of coarse projections of h ^ 270nm, h > 540nm, h > 81 Onm and h > 1 080nm was 45, 1 6, 3 and 1 per 1 0Ocm^ respectively, 
while SRa2/SRa1 was 2.82, and the tensile Young's modulus in the lengthwise and widthwise directions was 1 3.3 GPa 
and 1 7.9GPa respectively. 

[0081] Using this film, magnetic tape was produced in the same way as in Example 1 . 

[0082] The characteristics of this magnetic tape were output = -O.SdB, durability = O, heat susceptibility = O, dropout 
55 = 3.4 per min, and the overall evaluation was A. 
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Example 5 

[0083] Excepting that, as the polymer for the A-layer, there was used polymer with 2wt% of spherical silica of average 
particle diameter 1 GOnm, relative standard deviation 0.25 and f ilterability index ratio Q2/Q1 = 0.90, aromatic polyamlde 

5 film of thickness 3.6|im was obtained in the same way as in Example 1 . 

[0084] On the A-surface of this film, the number of projections of height at least 20nm but less than 50nm was 2.5 
X 10^ per mm2, the number of projections of height at least 50nm but less than 100nm was 2.7 x 10^ per mm^ and 
the number of projections of height at least 5nm but less than 20nm was 2.0 x 1 0^ per mm^. Furthemiore, the number 
of coarse projections of h ^270nm, h > 540nm, h > 81 Onm and h > 1 080nm was 15, 3, 0 and 0 per 1 0Ocm^ respectively, 

10 while SRa2/SRa1 was 1 .40, and the tensile Young's modulus in the lengthwise and widthwise directions was 1 2.0 GPa 
and 16.7GPa respectively. 

[0085] Using this film, magnetic tape was produced in the same way as in Example 1 . 

[0086] The characteristics of this magnetic tape were output = •i-0.4dB, durability = O, heat susceptibility = A, dropout 
= 1 .3 per min, and the overall evaluation was O. 

15 

Example 6 

[0087] Excepting that, as the polymer for the A-layer, there was used polymer with 0.12wt% of heat-resistant 
crosslinked polystyrene particles of average particle diameter 25nm, relative standard deviation 0.2, filterablllty Index 

20 ratio Q2/Q1 = 0.67 and temperature at which a 1 0% weight reduction occurred In themriogravimetric analysis of 390^*0, 
aromatic polyamide film of thickness 3. 6^m was obtained in the same way as in Example 1 . 
[0088] On the A-surface of this film, the number of projections of height at least 20nm but less than 50nm was 2.4 
X 10^ per mm2, the number of projections of height at least SOnm but less than lOOnm was 3.5 x 10^ per mm^ and 
the number of projections of height at least 5nm but less than 20nm was 1 .4 x 1 0^ per mm^. Furthemnore, the number 

25 of coarse projections of h > 270nm, h > 540nm, h > 81 Onm and h > 1 0SOnm was 1 6, 2, 0 and 0 per 1 0Ocm^ respectively, 
while SRa2/S Ral was 1.13, and the tensile Young's modulus In the lengthwise and widthwise directions was 1 2.0 GPa 
and 1 6.7GPa respectively. 

[0089] Using this film, magnetic tape was produced in the same way as in Example 1 , 

[0090] The characteristics of this magnetic tape were output = +2.1 dB, durability = O, heat susceptibility ^(o) , dropout * 
30 = 0.4 per min, and the overall evaluation was @ . 

Example 7 

[0091] Polymer was prepared as in Example 1 and, excepting that the A-layer polymer solution was passed through 
35 a filter of filtration precision 1 0OOOnm, film production was canied out In the same way as In Example I and aromatic 
polyamide film of thickness 3.6fim obtained. 

[0092] On the A-surface of this film, the number of projections of height at least 20nm but less than SOnm was 2.3 ' 
X 10^ per mm2, the number of projections of height at least SOnm but less than 100nm was 1 .7 x 10^ per mm^ and 
the number of projections of height at least 5nm but less than 20nm was 6.2 x 1 0^ per mm^. Furthermore, the number 
40 of coarse projections of h > 270nm, h > 540nm. h > 81 Onm and h > lOSOnm was 130, 55, 10 and 2 per lOOcm^ 
respectively, while SRa2/SRa1 was 1 .52, and the tensile Young's modulus in the lengthwise and widthwise directions 
was 12.0 GPa and 16,7GPa respectively, 

[0093] Using this film, magnetic tape was produced in the same way as in Example 1 . 

[0094] The characteristics of this magnetic tape were output = •0.7dB, durability = O, heat susceptibility = A, dropout 
45 = 2.7 per min, and the overall evaluation was A. 

Example 8 

(Preparation of the A-layer polymer) 

50 

[0095] Spherical silica of average particle diameter SOnm and having a particle diameter distribution of relative stand- 
ard deviation 0.12 was subjected to 24 hours ultrasonic dispersion in NMP, after which there was slowly added poly- 
ethylene glycol (PEG) dissolved in NIVl P such that the amount of PEG in terms of the silica was 1 0wt%, and then stirring 
was carried out for 2 hours at IIO^'C. This slurry was filtered in turn using filters of filtration precision I.O^m, O.ejim 
S5 and 0.3|im. The fitterabtlity index ratio Q2/Q1 of this particle sluny was 0.98. Silica sluny obtained in this way was 
added to the aromatic polyamide solution to give 0.3wt% In terms of the polymer, and then thorough stirring carried 
out to produce the polymer solution for the A-layer. 

[0096] As the B-layer polymer solution there was used the same polymer solution as In Example 1 , and othenvlse 
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film production was carried out in the same way as in Example 1 and aromatic poiyamide film of thiclcness 3.6^m 

obtained. 

[0097] On the A-surface of this film, the number of projections of height at least 20nm but less than 50nm was 0.8 
X 10^ per mm^, the number of projections of height at least 50nm but less than lOOnm was 0.1 x 10^ per mm^ and 
5 the number of projections of height at least 5nm but less than 20nm was 2.0 x 1 0® per mm2. Furthemiore, the number 
of coarse projections of h > 270nm, h > 540nm, h > 81 Onm and h > 1 0SOnm was 4, 0, 0 and 0 per 1 0Ocm^ respectively, 
while SRa2/SRa1 was 1 .1 2, and the tensile Young's modulus in the lengthwise and-widthwise directions was 12.0 GPa 
and 16,7GPa respectively. 

[0098] Using this film, magnetic tape was produced in the same way as in Example 1 . 
10 [0099] The characteristics of this magnetic tape were output = +3.3dB, durability = O, heat susceptibility =(§) , dropout 
= 0.04 per min, and the overall evaluation was@ . 

Example 9 

15 (Preparation of the A-iayer polymer solution) 

[01 00] Spherical silica of average particle diameter 80nm and having a particle diameter distribution of relative stand- 
ard deviation 0.08 was subjected to 24 hours ultrasonic dispersion in NMP. after which there was slowly added poly- 
ethylene glycol (PEG) dissolved in NMP such that the amount of PEG in temns of the silica was 1 0wt%, and then stirring 
was cam'ed out for 2 hours at 110**C. This sluny was filtered using, In turn, filters of filtration precision 1 .Onm, 0.6p.m 
and O.Snm. Furthennore, the filterabllity index ratio Q2/Q1 of this slurry was 0.97. (Silica slurry [1]) 
[0101] Moreover, spherical silica of average particle diameter 30nm and having a particle diameter distribution of 
relative standard deviation 0. 13 was subjected to 24 hours ultrasonic dispersion in NMP, after which there was slowly 
added polyethylene glycol (PEG) dissolved in NMP such that the amount of PEG in ternis of the silica was 10wt%, and 
then stin-ing carried out for 2 hours at 110"C. This sluny was filtered In turn using filters of filtration precision 1 .Ofxm, 
O.Sjim and O.S^m. Furthennore, the filterabillty index ratio Q2/Q1 of this slun7 was 0.94. (Silica slurry [2]) 
[0102] Silica slurries [1 ] and [2] obtained in this way were added to the aromatic poiyamide solution to give, respec- 
tively, silica concentrations of 0.03wt% and 1 .5wt% in temis of the polymer, and then thorough stirring carried out to 
produce the polymer solution for the A-layer. 

[0103] As the B-layer polymer solution there was used the same polymer solution as in Example 1:, and othenvise 
film production was carried out In the same way as In Example 1 and aromatic poiyamide film of thiclcness 3.6(im 
obtained. 

[0104] On the A-surface of this film, the number of projections of height at least 20nm but less than 50nm was 1 .6 
X 10* per mm2, the number of projections of height at least 50nm but less than 100nm was 0.2 x 10^ per mm2, and 
the number of projections of height at least 5nm but less than 20nm was 1 .2 x 1 0^ per mm^. Furthennore, the number 
of coarse projections of h >270nm, h > 540nm, h > 81 Onm and h > 1 080nm was 6. 0, 0 and 0 per lOOcm^ respectively, 
while SRa2/SRa1 was 1.13, and the tensile Young's modulus in the lengthwise and widthwise directions was 12.0 GPa 
and 16.7GPa respectively. 

[0105] Using this film, magnetic tape was produced in the same way as in Example 1 . 

[0106] The characteristics of this magnetic tape were output > -1^.1 dB, durability = O. heat susceptibility =(§) . dropout 
= 0.1 per min, and the overall evaluation was(g) . 

Comparative Example 1 

45 [0107] Excepting that, as the polymer for the A-layer, there was used polymer with 5wt% of spherical silica of average 
particle diameter 50nm and relative standard deviation 0.12, aromatic poiyamide film of thickness 3.6M.m was obtained 
in the same way as in Example 1 . 

[0108] On the A-surface of this film, the number of projections of height at least 20nm but less than 50nm was 1 .2 
X 10® per mm2, the number of projections of height at least 50nm but less than lOOnm was 6.0 x 10* per mm^, and 
so the number of projections of height at least 5nm but less than 20nm was 6.0 x 10^ per mm^. Further, the number of 
coarse projections of h s 270nm , h > 540nm, h > 81 Onm and h > 1 0SOnm was 35, 1 0, 2 and 0 per 1 0Ocm^ respectively, 
while SRa2/SRa1 was 1 .51 , and the tensile Young's modulus in the lengthwise and widthwise directions was 1 2.0 GPa 
and 16.7GPa respectively. 

[0109] Using this film, magnetic tape was produced in the same way as in Example 1 . 
55 [01 10] The characteristics of this magnetic tape were output = -2.4dB, durability = X, heat susceptibility = A, dropout 
= 5.1 per min. and the overall evaluation was x. 
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Comparative Example 2 

[0111] Excepting that, as the polymer for the A-layer, there was used polymer with 0.003wt% of spherical silica of 
average particle diameter 1 6nm and relative standard deviation 0.1 5, aromatic polyamide film of thickness 3.6pin was 

5 obtained in the same way as in Example 1 . 

[0112] On the A-surface of this film, the number of projections of height at least 20nm but less than 50nm was 7.0 
X 102 per mm2, the number of projections of height at least 50nm but less than lOOnm was 8.0 x 10^ per mm^, and 
the number of projections of height at least 5nm but less than 20nm was 1 .5 x 1 0^ per mm^. Furthemiore. the number 
of coarse projections of h > 270nm, h > 540nm, h > 81 Onm and h > 1 0SOnm was 7, 2, 0 and 0 per 1 0Ocm^ respectively, 

10 while SRa2/SRa1 was 1 .07, and the tensile Young's modulus in the lengthwise and wrdthwise directions was 1 2.0 GPa 
and 16.7GPa respectively. 

[0113] Using this film, magnetic tape was produced In the same way as in Example 1 , 

[01 1 4] The characteristics of this magnetic tape were output = +2.9dB, durability = x , heat susceptibility = x , dropout 
= 0.3 per min, and the overall evaluation was x . 

15 

Comparative Example 3 

[0115] Excepting that, as the polymer for the A-layer, there was used polymer with 1.0wt% of spherical silica of 
average particle diameter 120nm, relative standard deviation 1.10 and filterabiiity Index ratio Q2/Q1 = 0.26, aromatic 

20 polyamide film of thickness 3.6nm was obtained in the same way as in Example 1 . 

[0116] On the A-surface of this film, the number of projections of height at least 20nm but less than 50nm was 4.7 
X 103 per mm2, the number of projections of height at least 50nm but less than 100nm was 4.2 x 10^ per mm^, and 
the number of projections of height at least 5nm but less than 20nm was 7.5 x 1 0^ per mm2. Furthermore, the number 
of coarse projections of h ^ 270nm, h > 540nm, h > 81 Onm and h > 1 0SOnm was 28, 2, 0 and 0 per 1 0Ocm^ respectively, 

25 while SRa2/SRa1 was 1 .1 8. and the tensile Young's modulus in the lengthwise and widthwise directions was 12.0 GPa 
and 16.7GPa respectively. 

[0117] Using this film, magnetic tape was produced in the same way as in Example 1 . 

[0118] The characteristics of this magnetic tape were output = -1 .3dB, durability = x, heat susceptibility A, dropout 
= 3.7 per min, and the overall evaluation was x. 

30 
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Claims 

50 

1 . An aromatic polyamide film wherein 

on at least one face thereof the number of projections of height at least 20nm but less than 50nm Is from 1 0^ 
to 10® per mm2, and the number of projections of height at least 50nm but less than 100nm is from 0 to 3 x 
5^ 10^ per mm^; characterized In that 

the three-dimensional surface roughness SRa1 at a measurement area of 0.002mm2 and the three-dimen- 
sional surface roughness SRa2 at a measurement area of 1 .Omm^ on the aforesaid face satisfy the following 
relationship 
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IS 



25 



35 



40 



50 



0.8 < SRa2/SRa1 ^ 2.5 

the measurements of SRa1 and SRa2 being taken using a micro-fonn instrument ET-30HK using, as detector, 
an optical probe, the measurements being talcen after deposition of aluminium vapour onto the said face of 
the film under vacuum. 

2. An aromatic polyamide film according to Claim 1 , wherein the number of projections of height at least 5nm but 
less than 20nm on the said face is at least 5 x 10^ per mm^. 

3. An aromatic polyamide film according to Claims 1 or 2, wherein the number of coarse projections at a surface A 
of the film (number per 100cm^ of height h (nm) on the said surface satisfies the following relationships 



h>270 


A<100 


h>540 


A<70 


h>810 


A<15 


h>1080 


A<5 



2Q 4. An aromatic polyamide film according to any preceding Claim, wherein the said film Is a film comprising at least 
two layers, an A-layerand a B-layer. 

5. An aromatic polyamide film according to any preceding Claim, wherein the tensile Young's modulus in at least one 

direction is at least 9.8GPa. 



6. An aromatic polyamide film according to any preceding Claim, wherein the tensile Young's modulus in all directions 
is at least 9.8GPa. i 



7. A method of producing aromatic polyamide film from a solution obtained by adding to an aromatic polyamide 
solution a particle-containing slurry formed by dispersing particles of particle diameter 10 to 300nm in a liquid 
medium of 1PaS (10 poise) or less, in which the amount of the said particles added in temis of the aromatic 
polyamide is 0.005 to 4.5wt%, the relative standard deviation in the diameters of the said particles Is no more than 
0.8 and in which the initial filterability index Q1 of the said particle-containing sluny and the filterablllty index Q2 
after the passage of 500ml of liquid satisfy the following relation: 



Q2/Q1 ^ 0.3 

wherein a filterability index is defined by the relation: 



amount of a particle siuny liquid passing through the filter (ml) 
cross-sectional area of filter material (cm^) x time (min) 

^3 wherein the filter is a glass fibre filter of filter precision O.S^m and filtration occurs under a head pressure of 490 
to1470Pa. 

8. A method according to Claim 7, wherein the said particles comprise an inorganic material, and the said particles 
are surface treated with an organic polymer. 



9. A magnetic recording medium fornied by providing a magnetic layer on at least one face of an aromatic polyamide 
film according to any one of Claims 1 to 5. 



10. A magnetic recording medium according to Claim 9, which is In the fomi of a magnetic tape having a substrate 
55 thickness of 6.5jim or less, a width of 2..3 to 9.0mm, a length of at least lOOnVreel and wherein the magnetic 
recording medium has a recording density of at least 8 kilobyte/mm^. 
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Patentanspriache 

1 . Aromatlscher Polyamldf ilm, worin 

auf zumindest einer seiner Flachen die Anzahl an Vorsprungen mit einer Hdhe von zumindest 20 nm und 
5 weniger als 50 nm 1 0^ bis 1 0^ pro mm^ betrdgt und die Anzalil an Vorspnjngen mit einer Hdhe von zumindest 50 

nm und weniger als 1 00 nm 0 bis 3 x 1 0^ pro mm2 betragt; 

dadurch gekennzeichnet, dass fur die dreidimensionale Oberflachenrauigtceit SRa1 bei einem l\/lessbe- 
reich von 0,002 mm^ und fur die dreidimensionale Oberfiachenrauigl<eit SRa2 bei einem Messbereich von 1,0 
mm^ auf der oben genannten Flache die foigende Gleichung gilt: 

10 

0.8 < SRa2/SRa1 S 2,5 



wobei die Messungen von SRa1 und SRa2 unter EInsatz eines ET-30HK-Mikroinstruments vorgenommen werden, 
IS wobei als Detektor eine optische Sonde eingesetzt wird und die Messungen nach Abscheidung von Atuminium- 
dampf auf der oben genannten Fiache des Films Im Vakuum vorgenommen werden. 

2. Aromatlscher Polyamidfilm nach Anspruch 1 , worin die Anzahl an Vorsprungen mit einer Hdhe von zumindest 5 
nm und weniger als 20 nm auf der genannten Flache zumindest 5 x 10^ pro mm^ betragt. 

20 

3. Aromatlscher Poiyamidfllm nach Anspruch 1 Oder 2, worin fur die Anzahl an groben Vorsprungen auf einer Ober- 
fiache A des Films (Anzahl pro 100 cm^) mit einer Hohe h (nm) auf der genannten Oberfiache die foigende Glei- 
chungen geiten: 
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h^270 


A<100 


h>540 


A<70 


h>810 


A<15 


h> 1080 


A<5 



4. Aromatlscher Polyamidfilm nach einem der vorangegangenen Anspruche, worin der Film ein Film aus zumindest 
zwei Schrchten, einer A-Schicht und einer B-Schicht, ist. 

5. Aromatlscher Polyamidfilm nach einem der vorangegangenen Anspruche, worin der Elastlzitatsmodul in zumindest 
eine Rtohtung zumindest 9,8 GPa betragt. 

6. Aromatlscher Polyamidfilm nach einem der vorangegangenen Anspruche, worin der Eiastizltdtsmodul in alien 
Richtungen zumindest 9,8 GPa betragt. 

7. Verfahren zur Herstellung eInes aromatischen Polyamidfilms aus einer Losung, die durch Zusatz einer tellchen- 
haltigen Aufschiammung zu einer aromatischen Polyamidlosung erhalten wird, wobei die Aufschlammung durch 
Dispergieren von Teilchen mit einem Tellchendurchmesser von 10 bis 300 nm in einem flusslgen Medium mit 1 
PaS (1 0 Poise) oder weniger gebildet wird, wobei die Menge der zugesetzten Teilchen 0,005 bis 4,5 Gew.-% des 
aromatischen Polyamids betragt, worin die relative Standardabweichung der Durchmesser der Teilchen nlcht mehr 
als 0,8 betragt und worin fur den anfanglichen FIltrleriDarkeltslndex Q1 der teilchenhaltlgen Aufschlammung und 
den Filtrierbarkeitsindex 02 nach Durchtritt von 500 ml Flussigkeit foigende Gleichung gitt: 

Q2/Q1 ^ 0,3 

worin der Filtrierbariceitsindex durch foigende Gleichung definiert ist: 

Menge einer Teilchenaufschlfimmungsflussigkeit, die das Filter passlert (ml) 
Querschnittflache des Filtemnaterials (cm^) x Zeit (min) 

worin das Fitter ein Glasfaserf liter mit einer Fiitergenauigkeit von 0,5 \im ist und die Filtration unter einem Verdich- 
tungsdruck von 490 bis 1 .470 Pa erfolgt. 
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8. Verfahren nach Anspruch 7, worin die Tellchen ein anorganisches Material umfassen und die Teilchen mit einem 
organischen Polymer oberflachenbehandett werden. 

9. Magnetisches Aufzelchnungsmedium, das durch Bereitstellung einer Magnetschicht auf zumindest einer Flache 
eines aromatischen Polyamldf ilms gemaB einem der Anspruche 1 bis 5 gebildet ist. 

10. Magnetisches Aufzelchnungsmedium nach Anspruch 9, das in Fomi eines Magnetbands mit einer Substratdicke 
von 6,5 ^m Oder weniger, einer Breite von 2,3 bis 9,0 mm und einer Lange von zumindest 100 m/Spule vorliegt 
und worin das magnetische Aufzelchnungsmedium eine Aufzeichnungsdichte von zumindest 8 Kilobyte/nim^ auf- 
weist. 



Revendlcatlons 

1. Film en polyamide aromatique oCi 

sur au moins une face de celui-ci, le nombre de protuberances d'une hauteur d'au moins 20nm mais de moins 
de 50nm est de 1 0^ ^ 10^ par mm^, et te nombre de protuberances d'une hauteur d'au moins 50nm mais de 
moins de 1 0Onm est de 0 ^ 3 x 1 0^ par mm^; caracterise en ce que 

la rugoslte de surface trldimensionnelle SRal k une aire de mesure de 0,002mm^ et la rugosite de surface 
tridimensionnelle Sra2 d une aire de mesure de 1 ,0 mm2 sur la face ci-dessus satisfont la relation suivante: 

0,8 <. SRa2/SRa1 ^ 2,5 

les mesures de SRa1 et SRa2 6tant prises en utilisant un instrument microfonme ET-30HK en utilisant, comma 
detecteur, une sonde optique, les mesures etant prises aprds d6pdt de vapeur d'aluminium sur iadite face du 
film sous vide. 

2. Film polyamide aromatique selon la revendication 1, oCi le nombre de protuberances d'une hauteur d'au moins 
5nm mais de moins de 20nm sur Iadite face est d'au moins 5 x 10^ par mm^. 

3. Film de polyamide aromatique selon la revendication 1 ou 2, oCi le nombre de protuberances grossi^res a une 
surface A du film (nombre par lOOcm^ de hauteur h (nm) sur Iadite surface satisfalt les relations suivantes 



h>270 


A<100 


h>540 


A<70 


h>810 


A<15 


h> 1080 


A<5 



4. Film de polamide aromatique selon toute revendication precedente, oCi ledit film est un film comprenant au moins 
deux couches, une couche A et une couche 8. 

5. Film de polyamide aromatique selon toute revendication precedente, oCi le module k la traction de Young dans au 
moins une direction et d'au moins 9,8GPa. 

6. Film de polyamide aromatique selon toute revendication precedente, oCi le module de Young k la traction dans 
toutes les directions est d'au moins 9,8 GPa. 

7. Methode de production d'un film de polyamide aromatique k partir d'une solution obtenue en ajoutant, k une solution 
de polyamide aromatique, une bouillie contenant des particules f ormees en dispersant des particules d'un diametre 
de particule de 1 0 a 300 nm dans un milieu liquide de 1 PaS (1 0 poises) ou moins, ou la quantite desdites particules 
ajoutees en tennes du polyamide aromatique est de 0,005 k 4,5% en poids, l'6cart standard relatif dans les dia- 
m^tres desdites particules ne depasse pas 0,8 et oli I'lndice de ftltrabilite inltiale Q1 de Iadite bouillie contenant 
des particules et I'indlce de filtrabilite Q2 aprds passage de 500ml de liquide satisfont la relation suivante: 
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Q2/Q1 ^ 0.3 

oil un indice de filtrabilit^ est ddfini par la relation: 

5 

quantit6 d'un liquide d'une bouillie de partlcules passant k travers le f litre (ml) 
aire en section transversale du matdriau du filtre (cm^) x temps (min) 

10 oCi le filtre est un filtre en fibres de verre d'une prtelslon du filtre de 0,5^m et la filtration se prodult sous une 
pression de t§te de 490 k 1470 Pa. 

8. M^thode selon la revendication 7 oCi lesdites partlcules comprennent une mati^re inorganique et lesdites partlcules 
sont trait^es en surface par un polym^re organique. 

IS 

9. Support d'enregistrement magn^tlque form6 en pr^voyant une couche magn^tlque sur au molns une face d'un 
film de polyamide aromatique selon Tune quelconque des revendicatlons 1^5. 

10. Support d'enregistrement magn6tique selon la revendication 9, qui est sous la fomne d'une bande magn^tique 
20 ayant une dpalsseur de substrat de 6,5}im ou moins, une iargeur de 2,3 k 9,0mm, une longueur d*au moins 1 0mnV 

routeau et o£j le support d'enregistrement magn^tique a une density d'enregistrement d'au moins 8 kilooctet/mm^. 
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